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REMARKS 



The present Preliminary Amendment is being filed in order to cancel the claims 
directed to the invention that was elected for prosecution in the parent application (the 
parent application is numbered 10/022,268, filed December 20, 2001) and to add new 
claims. This divisional application was filed in order to prosecute claims directed to the 
non-elected invention. 

The present Preliminary Amendment forwards a substitute specification that 
improves the idiomatic English of the application and inserts a cross-reference to the parent 
application. A marked-up copy is also attached to show the changes that have been 
included in the substitute specification. Pursuant to 37 CFR 1.125, the undersigned 
attorney states that he believes that the substitute specification contains no new matter. 
The Examiner is urged to review the marked-up copy to confirm for himself that new 
matter has not been added. 

An Information Disclosure Statement is being submitted concurrently in order to 
identify the prior art of that was submitted to or cited by the Examiner during prosecution 
of the parent application. 

Examination of this divisional application on its merits is respectfully requested. 



Respectfully submitted, 



March 29, 2004 
Date 




Allen Wood - Reg. No. 28,134 



RABIN & BERDO, P.C. 
Telephone: 202-371-8976 
Telefax: 202-408-0924 
CUSTOMER NO. 23995 



PRELIMINARY AMENDMENT 



(Makoto TERUI et al) 



-6- 



SUBSTITUTE SPECIFICATION - MARKED-UP COPY 
SEMICONDUCTOR PACKAGE AND METHOD OF FABRICATING SAME 
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CROSS REFERENCE TO RELATED APPLICATION 

This is a division of application number 10/022.268. filed December 20. 

2001. 

BACKGROUND OF THE INVENTION 
io Field of the Invention 

The invention relates to a semiconductor package and a method of 
fabricating the same, and in particular, to a ball grid array package, and a method 
of fabricating the same. 

This application is a counterpart of Japanese Patent Application, Serial 
is Number 243274/2001, filed August 10, 2001, the subject matter of which is 
incorporated herein by reference. 

Description of the Related Art 

A conventional method of fabricating a semiconductor package is disclosed 
20 in Japanese Patent Laid-Open No. 274367/1999. The conventional 
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semiconductor package comprises a lead frame on which solder balls are formed, 
a first molding die member in which cavities for receiving the solder balls are 
formed, and a second molding die member to be engaged with the first molding 
die member. The conventional method of fabricating the semiconductor 
package comprises the steps of disposing a plastic layer in each of the cavities of 
the first molding die member, disposing the solder ball on the plastic layer, 
causing the solder ball to be deformed on the plastic layer by engaging the first 
molding die member with the second molding die member, and filling up a gap 
between the first molding die member and the second molding die member with a 
sealing resin, thereby fabricating the semiconductor package. Further, in the 
step of sealing, the sealing resin inside the respective cavities is prevented from 
covering the surface of the respective solder balls. 

With the conventional method of fabricating the conventional semiconductor 
package as described above, however, in order to ensure electrical connection 
between respective leads and the respective solder balls, the respective solder 
balls are connected beforehand to the respective leads of the lead frame, 
corresponding thereto, prior to the step of the sealing with the resin. 

As a result of such work for connecting the respective solder balls with the 
respective leads, both are connected with each other with certainty. However, 
since such connection of the solder balls is implemented through fusion of the 



solder balls by heating, the surfaces of the solder balls get oxidized when the 
solder balls are exposed to a high temperature. Furthermore, with the 
conventional method as described above, the respective solder balls are 
subjected to heating through the intermediary of both the first and second molding 
die members again in the step of the sealing with the resin as described above. 
As a result of such heating applied twice, the respective solder balls serving as 
respective connection terminals are prone to growth of an oxide film on the 
surface thereof, and such growth of the oxide film is detrimental to reliable and 
easy soldering work between the respective solder balls and printed wiring when 
mounting the semiconductor package on, for example, a printed wiring board. 
Accordingly, in order to enable the reliable and easy soldering work to be 
implemented, there are times when a step of removing the oxide film from the 
surface of the respective solder balls is required prior to the soldering work. 

Further, with the conventional method as described above, there is the need 
for using a special type plastic layer free from a risk of bonding with a resin 
material and the solder balls in order to prevent intrusion of the resin material into 
a gap formed between the respective cavities of the first molding die member and 
the respective solder balls, and further, the steps of disposing the special type 
plastic layer inside the respective cavities, and peeling off the same are required, 
resulting in an increase in material cost, and complexity in a fabrication process, 



and thereby raising a risk of an increase in fabrication cost. 



SUMMARY OF THE INVENTION 

It is therefore an object of the invention to provide a semiconductor package 
wherein oxidation of the surface of solder balls is minimized. 

It is another object of the invention to provide a method of fabricating the 
semiconductor package wherein oxidation of the surface of the solder balls is 
minimized. 

It is still another object of the invention to provide a method of fabricating the 
semiconductor package wherein intrusion of a resin material for sealing around 
the solder balls can be prevented in a sealing process by use of the resin 
material. 

According to one aspect of the invention, in order to achieve the objects as 
described above, there is provided a method of fabricating a semiconductor 
package comprising a step of preparing a lead frame provided with a spherical 
terminal, a step of preparing a first molding die member having a cavity with a 
through hole defined in the bottom thereof, a step of preparing a second molding 
die member to be engaged with the first molding die member, a step of holding 
the lead frame between the first and second molding die members such that the 
spherical terminal is disposed in the cavity, a step of sucking in the spherical 



terminal via the through hole, and a step of injecting a molding composition 
between the first and second molding die members. 

The above and further objects, and novel features of the invention will be 
more fully apparent from the following detailed description, appended claims and 
5 accompanying drawings. 

BRIEF DESCRIPTION OF THE DRAWINGS 

Fig. 1 is a view showing the steps of fabricating in a first embodiment of a 
method of fabricating a semiconductor package according to the invention; 
10 Fig. 2 is a partly sectional view of the semiconductor package obtained by 

the first embodiment of the method of fabricating the semiconductor package; 

Fig. 3 is a view showing the steps of fabricating in a second embodiment of 
a method of fabricating a semiconductor package according to the invention; 

Fig. 4 is a partly sectional view of the semiconductor package obtained by 
is the second embodiment of the method of fabricating the semiconductor package; 

Fig. 5 is a partly enlarged sectional view of a third embodiment of a method 
of fabricating a semiconductor package according to the invention, showing a part 
of a lead frame; 

Fig. 6 is a view showing the steps of fabricating in a fourth embodiment of a 
20 method of fabricating a semiconductor package according to the invention; and 
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Fig. 7 is a view showing the steps of fabricating in a fifth embodiment of a 
method of fabricating a semiconductor package according to the invention. 

DETAILED DESCRIPTION OF THE PREFERRED EMBODIMENTS 

Embodiments of the invention are described in detail hereinafter with 
reference to the accompanying drawings. 
First Embodiment 

Fig. 1 shows a first embodiment of a method of fabricating a semiconductor 
package according to the invention. 

As shown in Fig. 1 (A), with the first embodiment of the method of 
fabricating the semiconductor package according to the invention, use is made of 
a molding die 10 comprising an upper molding die member 10a, and a lower 
molding die member 10b having a cavity 11. 

Both the upper and lower molding die members 10a, 10b, composing the 
molding die 10, have die faces 13a, 13b, respectively, which are disposed 
opposite to each other, and are movably held together in such a way as to allow 
the die faces 13a, 13b to move in a direction in which the die faces 13a, 13b 
approach each other as well as in a direction in which the die faces 13a, 13b 
move away from each other while being retained by a clamping mechanism (not 
shown) so as to be mutually tightened up. 



A recess 15 hemispherical in section for receiving a solder ball 14 for 
serving as a connection terminal of a package is formed on the die face 13b of 
the lower molding die member 10b as a first molding die member in such a way 
as to be opened up in the cavity 11. Meanwhile, a press-down part 16 is formed 
at a position on the die face 13a of the upper molding die member 10a as a 
second molding die member, corresponding to the position of the recess 15. 
The press-down part 16 is provided on the die face 13a of the upper molding die 
member 10a, and is constructed in such a way as to protrude towards the die 
face 13b disposed opposite to the die face 13a. 

Further, a placement system 18 for positioning a lead frame 17 which is to 
serve as an electrically conductive member for a semiconductor integrated circuit 
package is installed between the respective die faces 13a, 13b of the molding die 
members 10a, and 10b. 

With the embodiment of the invention as shown in Fig. 1, the placement 
system 18 comprises a guide hole 20 for accommodating a positioning pin 19 so 
as to be protrudable from the die face 13b of the lower molding die member 10b, 
provided in the lower molding die member 10b, an elastic member 21 made up of 
a coil spring, for imparting a bias force to the positioning pin 19 disposed inside 
the guide hole 20 towards the protrusion position thereof, and a receptacle 22 
provided on the die face 13a of the upper molding die member 10a so as to be 



able to receive an extremity 1 9a which is a necked-down part of the positioning 
pin 19. 

The lead frame 17 is made of a metallic material, and comprises a support 
17a (refer to Fig. 2) for mounting a semiconductor chip thereon, a plurality of 

5 leads 17b to be connected to a plurality of bonding wires 23 (refer to Fig. 2) 
extending from the semiconductor chip, respectively, and a peripheral part 17c for 
mutually connecting the leads 17b with each other. A matching hole 24 for 
allowing the extremity 19a of the positioning pin 19 to penetrate therethrough is 
defined in the peripheral region of the lead frame 17. Further, protrusions 25 

10 having a tapered tip are formed on a face of the lead frame 17, opposite to the 
die face 13b. 

In Fig. 1 (A), only one of the protrusions 25 in a tapered or wedge-like shape 
is shown, however, each of the protrusions 25 is formed at a position 
corresponding to the recess 15 of the respective leads 17b. The height H of the 
15 respective protrusions 25 preferably has a size equivalent to about 10 to 50% of 
the size of the diameter of the respective solder balls 14 in order to ensure 
bonding without damaging the respective solder balls 14 when the protrusions 25 
pierce the solder balls 14, respectively 

As shown in Fig. 1 (A), with both the upper and lower molding die members 
20 10a and 10b in as-disengaged state, the solder ball 14 is placed in the recess 15 



provided in the lower molding die member 10b. The solder ball 14 can be 
formed of a eutectic solder in a spherical shape, composed of tin and lead, or an 
alloy in a spherical shape, composed of tin, silver, and copper, such as the 
so-called lead-free solder. 

After the placement of the solder ball 14, the lead frame 17 is disposed 
between the upper and lower molding die members 10a, 10b such that the 
matching hole 24 of the lead frame 17 can allow the positioning pin 19 of the 
placement system 18 to penetrate therethrough. 

As a result of disposing the lead frame 17 by use of the placement system 
18, the positioning of the lead frame 17 can be implemented between the upper 
and lower molding die members 10a, 10b such that the protrusion 25 provided on 
the respective leads 17b of the lead frame 17 is disposed opposite to the solder 
ball 14 corresponding thereto. 

Although not shown in Fig. 1 (A) for brevity in illustration, prior to the 
placement of the solder ball 14 and the lead frame 17 between the upper and 
lower molding die members 10a, 10b, the semiconductor chip 26 is fixedly 
attached to the support 1 7a of the lead frame 1 7 beforehand as shown in Fig. 2, 
and a pad 27 which is an electric terminal of the semiconductor chip 26 is 
connected to the respective lead 17b via the respective bonding wires 23, 
corresponding thereto. 



With the first embodiment shown in Fig. 1 (A), prior to the placement of the 
solder ball 14 and the lead frame 17 in the molding die 10, the respective die 
faces 13a, 13b of the molding die members 10a, 10b are covered with plastic 
layers 28a, 28b which are thermally deformable, and formed of, for example, 
ethylene fluoride copolymer, respectively. 

With the molding die 10 in opened-up state, the upper and lower molding 
die members 10a, 10b with the solder ball 14 and the lead frame 17 disposed 
therebetween are moved to a clamping position where the die faces 13a, 13b are 
mutually tightened up in a clamping step as shown in Fig. 1 (B), and are retained 
in the clamping position by the clamping mechanism. 

The respective molding die members 10a, 10b are preheated to a 
temperature in a range of, for example, 150 to 220 C, and when both the upper 
and lower molding die members 10a, 10b are tightened up together by the 
clamping mechanism, the press-down part 16 provided on the upper molding die 
member 10a presses down the respective solder balls 14 corresponding to the 
protrusion 25 of the respective leads 17b towards the inside of the recess 15. 
The respective solder balls 14 in an atmosphere preheated to a high temperature 
are pressed down by the protrusion 25 of the respective leads 17b in a 
atmosphere similarly preheated to a high temperature, whereupon the respective 
solder balls 14 allow the respective protrusions 25 to penetrate the same. 

10 



Accordingly, in the clamping step, the protrusion protrusions 25 of the 
respective leads 17b penetrates the respective solder balls 14, corresponding 
thereto in an atmosphere at a high temperature, and the respective leads 17b are 
soldered to the respective solder balls 14 (and mainly with the respective 
5 protrusions 25 , thoroby boingl ^_ As a result, the solder balls 14 are securely 
bonded tbefete-electrically and mechanically. 

Further, in the clamping step, the solder ball 14 pushes out portions of the 
plastic layer 28b, positioned between the solder ball 14 and the recess 15 
accommodating the solder ball 14, from the recess 15. As a result, residual 
10 portions of the plastic layer 28b, remaining between the solder ball 14 and the 
recess 15 without being pushed out by the solder ball 14, fill up a gap formed 
between the surface of the solder ball 14 and the sidewall face of the recess 1 5. 

In a sealing step, subsequent to the clamping step, a resin material is fed 
into the cavity 11 defined between the respective die faces 13a, 13b of both the 
15 molding die members 10a and 10b as shown in Fig. 1 (C). 

In the sealing step, the lead 17b is in a state wherein it is securely bonded 
to the solder ball 14, corresponding to the protrusion 25 thereof, via the protrusion 
25, and as shown in Fig. 2, the lead 17b together with a part of the solder ball 14, 
the semiconductor chip 26, and the bonding wire 23 are covered by the resin 
20 material, thereby forming a sealing member 29 following curing of the resin 
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material. 

Further, in the sealing step, the resin material is prevented from making 
fflares sflowinq into the gap between the surface of the solder ball 14 and the 
sidewall face of the recess 15 by the residual portions of the plastic layer 28b, 
5 filling up the gap between the surface of the solder ball 14 and the sidewall face 
of the recess 15, so that generation of a_burr, that is, flash, covering the solder 
ball 14, can be prevented. 

When removing the sealing member 29 formed as a result of curing of the 
resin material from both the upper and lower molding die members 10a, 10b in 
10 as-disengaged state, the plastic layers 28a, 28b facilitate peeling off of the sealing 
member 29 from both the upper and lower molding die members 10a and 10b. 

After the sealing member 29 is taken out of both the upper and lower 
molding die members 10a and 10b, the peripheral part 17c of the lead frame 17, 
exposed from the sealing member 29, is cut off, and thereby the respective leads 
15 17b are electrically separated from each other. Thus, as shown in Fig. 2, a ball 
grid array package 30 according to the invention is formed. 

With the method of fabricating the semiconductor package according to the 
invention, there is no need for keeping the respective leads 17b of the lead frame 
17, in a state as bonded to the respective solder balls 14, prior to the disposition 
20 of the lead frame 17 between the upper and lower molding die members 10a and 
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10b. Instead, secure bonding of both can be implemented in the clamping step 
for tightening up the upper and lower molding die members 10a, 10b by forming 
beforehand the protrusion 25, functioning as a bonding promoter, on the 
respective leads 17b. 

5 Accordingly, since the respective solder balls 14 are exposed to the 

atmosphere at a high temperature only in the clamping step, growth of an oxide 
film on the surface of the respective solder balls 14 as occurred in the past can be 
checked in comparison with the case of the conventional method. 

As a result, when soldering the respective solder balls 14 of the 
10 semiconductor package 30 to, for example, a connection 31a of a printed wiring 
board 31, it is possible to prevent faulty connection from occurring due to 
insufficient wettability. 

Accordingly, with the method of fabricating the semiconductor package 
according to the invention, it is possible to fabricate with relative ease the 
15 semiconductor package 30 wherein the respective solder balls 14 are reliably and 
securely bonded to the respective leads 17b, and further, growth of an oxide film 
on the respective solder balls 14, interfering with soldering, can be checked. 

The plastic layers 28a, 28b may be dispensed with , how e v e r, . However. 
the plastic layers 28a, 28b covering the respective die faces 13a, 13b of the 
20 respective molding die members 10a and 10b are preferably used as described in 

13 



the foregoing in order to facilitate peeling off of the sealing member 29 from both 
the molding die members 10a and 10b, and to prevent generation of bufr -burrs 
covering the respective solder balls 14. 

5 Second Embodiment 

Fig. 3 shows a second embodiment of a method of fabricating a 
semiconductor package according to the invention, wherein a plated face 125 
made up of a solder layer, serving as a bonding promoter, is formed on respective 
leads 17a. In Fig. 3, parts corresponding to those in Fig. 1 are denoted by like 
10 reference numerals. 

As shown in Fig. 3 (A), the same material as a solder material for a solder 
ball 14 is applied to a part of the respective leads 17a of a lead frame 17, 
corresponding to a recess 15, thereby forming the plated face 125. 

As shown in Fig. 3 (B), the plated face 125 made of such a solder material 
is as described is pressed onto the solder ball 14 through the intermediary of the 
lead 17b by a press-down part 16 provided on an upper molding die member 10a 
when both the upper molding die member 10a and a lower molding die member 
10b are tightened up in a clamping step as with the case of the first embodiment 
of the invention. 

20 In the clamping step, the lead frame 1 7 and the solder ball 14 are kept in an 

14 



atmosphere at a high temperature by the agency of both the upper and lower 
molding die members 10a and 10b which are subjected to preheating. As a 
result, the plated face 125 provided on the lead 17b is caused to be in a 
semi-fusion state in an atmosphere at a high temperature, so that the lead 17b is 
5 soldered to the solder ball 14 opposite thereto through the intermediary of the 
plated face 125, thereby being reliably and securely bonded with the solder ball 
14. 

In a sealing step, subsequent to the clamping step, a resin material is fed 
into a cavity 11 defined between respective die faces 13a, 13b of both the 
10 molding die members 10a and 10b as shown in Fig. 3 (C). 

In the sealing step, the lead 17b is in a state wherein it is securely bonded 
to the solder ball 14, corresponding to the plated face 125 of the lead 17b, 
through the intermediary of the plated face 125, and as shown in Fig. 4, the lead 
17b together with a part of the solder ball 14, a semiconductor chip 26, and a 
15 bonding wire 23 are covered by the resin material, thereby forming a sealing 
member 29 following curing of the resin material. 

Thereafter, a peripheral part 17c of the lead frame 17, exposed from the 
sealing member 29, is cut off, thereby electrically separating the respective leads 
17b from each other. Thus, as shown in Fig. 4, a ball grid array package 30 
20 according to the invention is formed. 
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With the second embodiment of the method of fabricating the 
semiconductor package according to the invention as shown in Fig. 3, there is 
shown a case where plastic layers 28a, 28b covering the respective die faces 13a, 
13b of both the molding die members 10a and 10b are used as with the case of 
5 the first embodiment. The plastic layers 28a, 28b, however, may be dispensed 
with as with the case of the first embodiment. 

In the clamping step, the bonding promoter made up of the plated face 125 
contributes to reliable and secure bonding of the respective leads 17b of the lead 
frame 17 with the respective solder balls 14, corresponding thereto. As 
10 compared with the protrusion 25 shown in the first embodiment, the plated face 
125 is not required to be protruded in a more pronounced way, so that the lead 
frame 1 7 provided with the bonding promoter as described can be handled with 
greater ease during disposing work for disposing the lead frame 17 in a molding 
die 10, and so forth. 

15 

Third Embodiment 

Fig. 5 shows a bonding promoter 225 contributing to easier handling of a 
lead frame 17, similar to that in the second embodimentT-fe f. This constitutes a 
third embodiment of a method of fabricating a semiconductor package according 
20 to the invention. 
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Fig. 5 is a partly expanded view of a lead 17b, similar to a part of the lead 
17b provided with the plated face 125 as shown in Fig. 3 (A). 

The bonding promoter 225 according to the third embodiment of the 
invention, shown in Fig. 5, is made up of a rough face 225 formed on the surface 
5 of the lead 1 7b, on one side thereof. Such a rough face as described can be 
formed by providing the surface of the lead 17b with scratches, mechanical 
working through striking the surface with fine particles, or chemical working 
through localized corrosion caused by use' of a chemical liquid, for example, 
sulfuric acid. 

10 In the clamping step, the bonding promoter made up of the rough face 225 

contributes to reliable and secure bonding of the respective leads 1 7b of the lead 
frame 17 with the respective solder balls 14, corresponding thereto, as with the 
case of the plated face 125. Further, in comparison with the protrusion 25 shown 
in the first embodiment, the rough face 225 is not required to be protruded in a 

15 more pronounced way as with the case of the plated face 125, so that according 
to the third embodiment, the lead frame 17 provided with the bonding promoter as 
described can be handled with greater ease during disposing work for disposing 
the lead frame 17 in a molding die 10, and so forth. 

20 Fourth Embodiment 
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With a fourth embodiment of a method of fabricating a semiconductor 
package according to the invention, shown in Figs. 6 (A) to 6 (C), a recess 15 for 
accommodating a solder ball 14, formed in a lower molding die member 10b as a 
first molding die member of beth- a molding die 10 that also includes an upper 
5 molding die member ^0a l and tho lowor mo l ding dio mombor 10b, compos i ng a 
molding dio 10. i s mado up o f confiaured as a tapered hole. The previously 
described plastic layer 28b is not disposed inside the tapered hole 1 5. 

As shown in Fig. 6 (A), the tapered hole 1 5 is defined by a bottom face 1 5a 
in the shape of a circle of a diameter smaller than that of the solder ball 14, and a 
10 slanted inner peripheral face 1 5b rising at a taper angle — e from the bottom face 
15a such that the bore of the tapered hole 15 gradually increases towards a die 
face 13b of the lower molding die member 10b. As for the tapered hole 15, the 
diameter of the bottom face 15a, the taper angle — e of the slanted inner 
peripheral face 15b and the depth size thereof are set as 
15 appropr i ato approximatelv such that the apex of the solder ball 1 4 is exposed from 
the die face 13b towards a cavity 11 to a height B in s i zo equivalent to 10 to 20% 
of the diameter of the solder ball 14 when the solder ball 14 is placed inside the 
tapered hole 15. 

The solder ball 14 is disposed directly inside the tapered hole 15 without a 
20 plastic layer 28b interposed therebetween so as to be in contact with the slanted 
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inner peripheral face 1 5b of the tapered hole 1 5. The solder ball 1 4, the surface 
of which is in contact with the slanted inner peripheral face 15b of the tapered 
hole 15, is able to air-tightly seal between the solder ball 14 and the slanted inner 
peripheral face 15b. 

With the embodiment shown in Fig. 6 (A), in order to further the enhance 
sealing performance between the solder ball 14 and the slanted inner peripheral 
face 15b of the tapered hole 15 receiving the solder ball 14, a negative pressure 
connection path 32 connected with a negative pressure source (not shown) is 
opened up in the bottom face 1 5a of the tapered hole 1 5. 

The solder ball 14 is caused to stick fast to the slanted inner peripheral face 
15b of the tapered hole 15 with certainty by the agency of a negative pressure 
acting on the bottom face 15a of the tapered hole 15 via the negative pressure 
connection path 32. By virtue of the placement system 18 described in the 
foregoing, the positioning of the lead frame 17 can be implemented such that a 
protrusion 25 serving as a bonding promoter provided on the respective leads 17b 
of the lead frame 17 is disposed opposite to the tapered hole 15, that is, the 
solder ball 14 placed inside the tapered hole 15. 

In a clamping step after disposing the solder ball 14 and the lead frame 17 
in the molding die 10 as described above, both the upper and lower molding die 
members 10a and 10b are retained in a clamping position thereof as shown in Fig. 
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6 (B). In the clamping position, the protrusion 25 and the solder ball 14 are kept 
in an atmosphere at a high temperature as with the cases of the previously 
described embodiments, and the protrusion 25 is subjected to a press-down force 
acting towards the solder ball 14, exerted by a press-down part 16 provided on 
the upper molding die member 10a through the intermediary of the lead 17b. 

Accordingly, in the clamping step, the respective leads 17b are securely 
bonded to the respective solder balls 14 electrically and mechanically when the 
protrusion 25 of the respective leads 1 7b penetrates the respective solder balls 
14, corresponding thereto. 

In a sealing step, subsequent to the clamping step, a resin material is fed 
into the cavity 11 defined between the respective die faces 13a, 13b of both the 
molding die members 10a and 10b as shown in Fig. 6 (C). 

In the sealing step, the lead 17b is in a state wherein the protrusion 25 
thereof is securely bonded to each of the solder balls 14, corresponding thereto, 
and as with the previously described embodiments, the lead 17b together with a 
part of the solder ball 14, and the same semiconductor chip and bonding wire, as 
previously described, are covered by the resin material, thereby forming a sealing 
member 29 following curing of the resin material. 

In the sealing step, the solder ball 14 is in air-tight contact with the slanted 
inner peripheral face 15b of the tapered hole 15, and is also caused to stick fast 
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to, and to be retained by the slanted inner peripheral face 15b with certainty by 
the agency of the negative pressure. Accordingly, the resin material is prevented 
from intruding underneath the solder ball 14 through a gap between the slanted 
inner peripheral face 15b of the tapered hole 15 and the solder ball 14. For this 
5 reason, the intrusion of the resin material underneath the solder ball 14 can be 
prevented without disposing the previously described plastic layer 28b inside the 
recess 15. 

Thus, with the method of fabricating the semiconductor package according 
to the fourth embodiment, it is possible to fabricate with relative ease a 

10 semiconductor package wherein the respective solder balls 14 are reliably and 
securely bonded to the respective leads 17b, and growth of an oxide film on the 
respective solder balls 14, interfering with soldering, can be checked. In addition, 
generation of fewF -burrs covering the solder balls 14 can be prevented without the 
use of a filler (made up of the previously described plastic laye r) placed inside the 

15 recess 15 in order to prevent the resin material from passing through a gap 
between the sidewall face of the recess 15 and the solder ball 1 4 p l ac e d inoido 
th e r ec o ss 1 5 from -i ntruding u nd o rn o ath tho oo ldef-bati-44. 

With the embodiment described above, neither the die face 13a of the 
molding die members 10a nor the die face 13b of the molding die member 10b is 

20 covered by the plastic layer (28a and 28b), however, the same plastic layer as 
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previously described may be disposed as necessary on the die face 13a of the 
upper molding die members 10a in order to facilitate peeling off of the sealing 
member 29, or the same plastic layer as previously described may be disposed 
as necessary on the die face 13b of the lower molding die member 10b, excluding 
the tapered hole 15, in order to facilitate peeling off of the sealing member 29. 

Fifth Embodiment 

In the case of the fourth embodiment of the invention as shown in Figs. 6 
(A) to 6 (C), there is shown an example where the lead 17b is provided with the 
bonding promoter. 

With a fifth embodiment of a method of fabricating a semiconductor 
package according to the invention, however, a solder ball 14 can be soldered to 
a predetermined spot of a lead 17b beforehand as shown in Figs. 7 (A) to 7 (C) 
without forming the previously described bonding promoter on the respective 
leads 17b of the lead frame 17 as with the embodiments described in the 
foregoing. 

As shown in Fig. 7 (A), a recess 15 made up of the same tapered hole as 
shown in the fourth embodiment is formed on a lower molding die member 10b as 
a first molding die member. A negative pressure can be introduced into the 
tapered hole 15 via a negative pressure connection path 32. 
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With the method according to the fifth embodiment of the invention, since 
the solder ball 14 is bonded to the lead 17b beforehand, the positioning of the 
lead frame 17 can be implemented such that the solder ball 14 is opposed to the 
tapered hole 15 as predetermined by disposing the lead frame 17 with the use of 
5 the placement system 18. 

As shown in Fig. 7 (B), in a clamping step, the solder ball 14 is pressed 
down towards a slanted inner peripheral face 15b of the tapered hole 15 by a 
press-down part 16 provided on an upper molding die member 10a as a second 
molding die member as with the case of the fourth embodiment, and also is 

10 caused to stick fast to, and retained by the slanted inner peripheral face 15b of 
the tapered hole 1 5 with certainty by the agency of a negative pressure applied 
via the negative pressure connection path 32. 

Accordingly, in a sealing step shown in Fig. 7 (C), as with the case of the 
fourth embodiment, the solder ball 14 is in air-tight contact with the slanted inner 

15 peripheral face 1 5b of the tapered hole 1 5, and is also caused to stick fast to, and 
to be retained by the slanted inner peripheral face 15b with certainty by the 
agency of the negative pressure as previously described. Accordingly, the resin 
material as previously described is prevented from intruding underneath the 
solder ball 14 through a gap between the slanted inner peripheral face 15b of the 

20 tapered hole 15 and the solder ball 14, so that the intrusion of the resin material 
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underneath the solder ball 14 can be prevented. 

When the solder ball 14 is caused to stick fast to, and to be retained by the 
slanted inner peripheral face 15b with certainty by a sucking force caused by a 
negative pressure introduced into the tapered hole 15 via the negative pressure 
connection path 32, the press-down part 16 provided on the upper molding die 
member 10a can be dispensed with. 

With the fifth embodiment of the invention, as described in the foregoing, 
generation of burr -burrs covering the solder balls 14 can be prevented without the 
use of a filler [made up of the previously described plastic laye r) placed inside the 
recess 15 in order to prevent the resin material passing through a gap between 
the sidewall face of the recess 15 and the solder ball 1 A placed i nsido tho rococo 
15 from intruding undornoath tho so l d o r ball 1 4 . 

However, because the solder ball 14 is already soldered to the lead 17b 
prior to the sealing step by use of the resin material, and is exposed again to an 
atmosphere at a high temperature during the sealing step by use of the resin 
material, the surface of the solder ball 14 is prone to the formation of an oxide 
film. 

Accordingly, in order to check oxidation occurring to the surface of the 
solder ball 14, and to facilitate soldering with the solder ball 14, it is preferable to 
form the bonding promoter made up of the protrusions 25, the plated face 125, or 
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the rough face 225 as previously described on the lead 17b, and to implement 
bonding of the lead 17b with the solder ball 14 in the clamping step instead of 
soldering the solder ball 14 to the lead 17b beforehand as with the fifth 
embodiment. 

In the foregoing, the-a_ball grid array package wherein the semiconductor 
chip is connected to the leads via the plurality of the bonding wires is described T 
howovor. . However, the invention is applicable to not only the ball grid array 
package but also a flip chip type and other type of ball grid array packages. 

With the method of fabricating the semiconductor package according to the 
invention, since bonding of the bonding promoter provided on the electrically 
conductive member with the connection terminal corresponding to the bonding 
promoter can be implemented by the agency of a clamping force of both the 
upper and lower molding die members under heating, thereby the connection 
terminal is connected with the electrically conductive member with certainty under 
heating in the sealing step using resin, and further, since the connection terminal 
is not exposed twice to an atmosphere at a high temperature, growth of an oxide 
film on the connection terminal can be checked. 

Thus, with the previously described method of fabricating the semiconductor 
package according to the invention, it is possible to fabricate with relative ease a 
semiconductor integrated circuit package wherein the electrically conductive 
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member is connected with the connection terminal spherical in shape with 
certainty, and a semiconductor chip is mounted on a substrate with relative ease 
as compared with the conventional method. 

Further, with the semiconductor integrated circuit package obtained by the 
method of fabricating the semiconductor package described, since growth of the 
oxide film on the surface of the connection terminal is checked, it is possible to 
oxoouto a mounting work mount a component on a substrate such as a printed 
wiring board with ease as well as certainty as compared with the case of the 
conventional package. 

Still further, with the method of fabricating the semiconductor package 
according to another embodiment of the invention, since the recess for receiving 
the connection terminal spherical in shape is made up of the tapered hole as 
described in the foregoing, it is possible to prevent intrusion of the resin material 
such as a synthetic resin material by taking advantage of airtightness between the 
slanted inner peripheral face of the tapered hole and the surface of the 
connection terminal spherical in shape. 

Accordingly, with the method of fabricating the semiconductor package 
according to the invention described, the filler for preventing the resin material 
from intruding into a gap between the sidewall face of the recess and the solder 
ball is not used as in other cases, and consequently, intrusion of the resin material 
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around the solder ball can be prevented without bringing about an increase in 
cost due to the use of the filler. 

Thus, the semiconductor integrated circuit package which does not require a 
deburring work for removing burr of the sealing member, generated due to the 
5 intrusion of the resin material around the connection terminal, that is, the solder 
ball, can be provided at a relatively low cost. 



( 
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ABSTRACT 



A semiconductor package compr i s e s includes a semiconductor chip 
provided with a plurality of electric terminals — and a plurality of electrically 
conductive members electrically connected with the electric terminals , respoctively, 




a connoction . Connection termina l terminals that are spherical in shapes and 



conductive members , correspond i ng ther e to, and a . A sealing member is used 
for sealing a- the semiconductor chip and the electrically conductive members, 
and for covering the connection terminals so as to allow a part thereof to be 
exposed. The electrically conductive members are provided with a-bonding 
promot o r promoters for promoting bonding thoroof by soldor with th© connection 
t e rm i nal sph e r i cal in shape, and are connected with the respective spherical 
connection terminals sph e r i ca l in shapo, correspond i ng th o roto, at the respective 
bonding promoters. 




made of solder— are electrically connected 




electrically 
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